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(54) Method of forming electrode section on inner surface of transparent electromagnetic wave 
shielding plate and transparent electromagnetic wave shielding plate formed thereby 



(57) This invention provides a method of fonming an 
electrode section on the inner surface of the transpar- 
ent, electromagnetic wave shielding plate, composed of 
• atransparent substrate coated^ at least on one side, with 
an electroconductive member and transparent film in 
this order, which are laminated into a monolithic struc- 
ture via a heat'bond film, comprising: 

(a) laminating the components of the transparent, 
electromagnetic wave shielding plate by hot press- 
. ing into the monolithic structure, after replacing the 
perimeter or part of the heal-bond film con-espond- 
ing to the electrode section by a frame member al- 



most as thick as the heat-bond film. 

(b) removing the frame member and part of the out- 
er transparent film, both con-esponding to the elec- 
trode section, or only the outer transparent film for 
the part con-esponding to the electrode section, and 

(c) exposing the electroconductive section of the 
electroconductive member to the surface layer sec- 
tion by the above steps (a) and (b). 

This invention also provides the transparent, electro- 
magnetic wave shielding plale and electromagnetic 
wave shielding front plate for PDP's produced by the 
same method. 
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Description 



[0001 ] This invention relates to a methoc of producing 
a transparent electromagnetic wave shielding plate for 
shielding electromagnetic waves and the transparent 
electromagnetic wave shielding plate produced thereby, 
more particularly a method of forming an electrode sec- 
tion which can be easily grounded to exhibit the electro- 
magnetic wave shielding effect for a transparent elec- 
tromagnetic wave shielding plate used as the front plate 
to be disposed on the front face of a display panel for 
plasma display (hereinafter sometimes referred to as 
plasma display panel (POP)) and medical equipment, 
and a transparent electromagnetic wave shielding plate 
having the electrode section and electromagnetic wave 
shielding front plate for a PDP. 
[0002] Recently a number of electronic devices utiliz- 
ing, e.g.. electricaL electronic and wave devices, have 
spread as a result of progress of electronic technolo- 
gies. Some of these devices radiate electromagnetic 
waves hannful to human and other devices, which has 
been increasingly causing problems. Therefore, the 
countermeasures against these problems are becoming 
very important. 

[0003] It is reported that large quantities of' harmful 
electromagnetic waves of non-ionized ray e.g.. micro- 
waves and radio waves, are emitted from surfaces of 
displays, e g... those for a variety of computers (e.g. of- 
fice and factory automation devices), game machines 
and TV sets. Recently, adverse effects of these electro- 
magnetic waves on human health have been pointed 
out, and their interference wrth other devices gives rise 
to social problems. 

[0004J More recently a plasma display panel (PDP) 
as light-emitting, planar display panel has been attract- 
ing attention as a large-size display excellent in visibility 
However the PDP emits more intense electromagnetic 
waves leaking out of the front face than the conventional 
display panel, e.g.. cold-cathode ray tube (CRT) or liquid 
crystal display panel (LCD), and hence is strongly re- 
quired to have a bener electromagnetic wave shielding 
function. 

[0005] The troubles caused by electromagnetic 
waves are generally controlled by electromagnetic wave 
shielding materials. An electromagnetic wave shielding 
material covers an electronic device, building orthe like 
10 prevent penelrallon of the waves from the outside or 
to contain the waves Inside. Some of the applicable ar- 
eas for electromagnetic wave shielding materials are 
front plates for POPs, and transparent plates disposed 
on, e.g., front faces of a variety of electronic and medcal 
devices, to shield electromagnetic waves for these de- 
vices. 

[0006] The transparent electromagnetic wave shield- 
ing plate, which can find various applicable areas must 
be grounded to exhibits its inherent electromagnetic 
wave shielding effects. In other words, it can fully exhibit 
its eleclromagnetk: wave shielding effects, when It is 



grounded from its outer surf;:ice. preferably from its en- 
tire outer surfaces. 

[0007] It Is very advantageous for the transparent 
electromagnetic wave shielding plate, which is in the 
5 form of plate, to have the electrode section exposed to 
the inner surface inside c»f the assembly, because it can 
be mounted on a variety of devices and connected to 
the outside terminals for grounding from its outer sur- 
face by simple works of pressing the plate to the outer 
TO frame of the device. 

[0008] A transparent electromagnetic wave shielding 
plate formed using a hot-bonding film is disclosed by e. 
g.. Japanese Patent Laid-Open No.292575/1 999 as an 
electromagnetic wave shielding type light-permeating 
'5 window panel material. The publication proposes a 
method of fonning an electrode section comprising elec- 
troconduciive members extended to the outside of the . 
outer surface of a formed article on which it is to be 
mounted, in such a way that il is rolled into the inside of 
20 the inner surface and fixed by means of an electrocon- 
ductive adhesive tape to finally form the electrode sec- 
tion on the inner surface of the formed" article's front 
face. This method, however, is disadvantageous in that 
it needs much labor and skillfulncss for forming the olcc- 
25 trode section. 

[0009] It involves another disadvantage that the elec- 
troconductive member is limited to a form of flexible fi- 
brous meshes, because the electrode is rolled into the 
inside of the inner surface, and a film-shaped eiectro- 
30 conductive member, e.g.. metallic mesh film, cannot be 
used for its rigidity. 

[0010] The techniques for heat-bonding a variety of 
members to each other into a monolithic laminate by hot 
pressing using a heat-bond. Him are already disclosed 
35 by Japanese Patent Laid-Open Nos.3523ia/1999 and 
28813/2000, where the hot-bonding film used for these 
inventions can simultaneously bond a number of mem- 
bers into a monolithic laminate, fast under heating to be 
molten or under pressure. 

[0011] These known or traditional methods can pro- 
pose production of a monolithc laminate of heat-bond 
film, transparent optical film and electroconductlve 
member which is wider than these films and positioned 
inside of them, to have the electrode section on the inner - 
-^5 surface of the formed article. These methods, however, 
have a disadvantage that the electroconductlve mem- 
ber may not be securely exposed lo the Inner surfaces, 
when the heat-bond film is molten and oozes out during 
the hot-bonding, step to. cover the -electroconductlve - 
50 member surfaces. 

[0012] Reducing size of the heat-bond film further to 
avoid oozing-out of the film may forni defects in the 
space between the film and outer transparent optical 
film. Therefore, it is practically impossible to control 
55 melting and oozing-out of the heat-bond film. 

[0013] It is an object of the present invention to pro- 
vide a method of fonning an electrode section on the 
inner surface of a transparent, electromagnetic wave 
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shielding plate, which can solve the problems involved 
in the conventional transparent, electromagnetic wave 
shielding plate, allow its transparent substrate, electro- 
conductive member and transparent film lo be fast ad- 
hered to each other and also allow the plate to be easily 5 
grounded. It Is another object of the present invention 
to provide the transparent, electromagnetic wave 
shielding plate and electromagnetic wave shielding front 
plate for PDP's produced by the same method. 
■ [0014] The inventors of the present invention have 
found, after having extensively studied to solve the 
above problems involved in the conventional transpar- 
ent electromagnetic wave shielding plate, that a frame 
member almost as thick as the heat-bond film, provided 
to replace the perimeter or part of the heat-bond film '5 
corresponding to the electrode section, can stop move- 
ment of the heat-bond film which is molten under heating 
and pressure for laminating the plate components by hot 
pressing, and thai removing part of the transparent op- 
tical film as the outer layer and frame member, both cor- so 
responding to the electrode section, can easily expose, 
to the surface layer section, the portion of the electro- 
conductive section of the eiectroconductive member 
which is immediately below the heat-bond film, to fomn 
the electrode section on the inner surface, reaching the 25 
present invention. 

[0015] The first invention provides a method of form- 
ing an electrode section on the inner surface of the 
transparent, electromagnetic wave shielding plate, 
composed of a transparent substrate coated, at least on 30 
one side, with an eiectroconductive member and trans- 
parent film in this order, which are laminated into a mon- 
olithic structure via a heat-bond film, comprising: 

(a) laminating the components of the transparent, 35 
electromagnetic wave shielding plate by hot press- 
ing into the monolithic structure, after replacing the 
perimeter or part of the heat-bond film, con-espond- 
ing to the electrode section by a frame member al- 
most as thick as the heat-bond film, 40 

(b) removing the frame member and part of the out- 
er transparent film, both conresponding to the elec- 
trode section, or only the outer transparent film for 
the partcon-espondingto the electrode section, and 

(c) exposing the eiectroconductive section of the -^^ 
eiectroconductive member to the surface layer sec- 
lion by the above steps (a) and (b). 

[0016] The second invention provides the method of 
the first invention for forming an electrode section on the . so 
inner surface of the transparent, electromagnetic wave 
shielding plate, wherein the transparent film is coated 
with a tackifler layer on the inner surface. 
[0017] The third invention provides the method of the 
first or second invention forfonning an electrode section 55 
on the inner surface of the transparent, electromagnetic 
wave shielding plate, wherein the eiectroconductive 
member is an eiectroconductive mesh. 



[0018] The fourth invention provides the method of 

the first or second invention for fonning an electrode 
section on the Inner surface of the transparent, electro- 
magnetic wave shielding plate, wherein the eiectrocon- 
ductive member is an eiectroconductive lilm. 
[0019] The fifth invention provides the method of the 
first or second invention for fomning an electrode section 
on the inner surface of the transparent, electromagnetic 
wave shielding plate, wherein the eiectroconductive 
member is a transparent substrate surface-treated to be 
eiectroconductive. 

[0020] The sixth invention provides a transparent, 

electromagnetic wave shielding plate which has the 
electrode section formed by one of the first to fifth inven- 
tions. 

[0021] The seventh invention provides the transpar- 
ent, electromagnetic wave shielding plate of the sixth 
invention, wherein an eiectroconductive gasket having 
an almost circular or angular cross-section is set on the 
electrode seaion. 

[0022] The eighth invention provides the transparent, 
electromagnetic wave shielding plate of the sixth or sev- 
enth invention, wherein the frame member is eiectro- 
conductive. 

[0023] The ninth invention provides an electromag- 
netic wave shielding front plate for plasma display pan- 
els which uses the transparent, electromagnetic wave 
shielding plate of one of the sixth to eighth inventions. 
[0024] Figure 1 outlines the front plate for plasma dis- 
play panels (PDP's) and its cross -sectional view. 
[0025] Rgure 2 presents a cross-sectional view of the 
front plate prepared in EXAMPLE 1 as one embodiment 
of the present invention. 

[0026] Rgure 3 presents a cross-sectional view of the 
front plate prepared in EXAMPLE 2 as another embod- 
iment of the present invention. 
[0027] Rgure 4 presents a cross-sectional view of the 
front plate prepared in EXAMPLE 3 as still another em- 
bodiment of the present invention. 
[0028] Rgure 5 presents a cross-sectional view of the 
front plate prepared in EXAMPLE 4 as still another em- 
bodiment of the present invention. 
[0029] Figure 6 schematically shows the electromag- 
netic wave shielding front plate for PDP's, prepared in 
any one of EXAMPLES 1 to 3, provided with an eiectro- 
conductive gasket. 

[0030] Rgure 7 shows an example of use of the elec- 
tromagnetic wave shielding plate. 
[0031] Rgure 8 shows another example of use of the 
electromagnetic wave shielding plate. 

NOTATION 

[0032] 

1 Front plate for plasrha display panels (PDP's) 

2 Plasma display panel (POP) 

3 Electrode section 
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3' Electrode section on the main body side 

4 Transparent film 

5 Transparent substrate (of glass or acrylic plate) 

6 Eiectroconductive member 

7 Adhesive layer 

8 Anti-reflection (AR) film 

9 Tackifier layer 

10 Frame member 

11 Heat-bond film 

12 Eiectroconductive fiber mesh 

13 Near-infrared ray shielding (reflecting) film 

14 Eiectroconductive film 

15 Eiectroconductive layer 

16 Eiectroconductive frame member 

1 7 Eiectroconductive gasket 

PREFERRED EMBODIMENTS OF THE INVENTION 

[0033] The present invention is described more con- 
cretely. 

1 . Transparent substrate 

[00341 The transparent substrate for the transparent, 
electromagnetic wave shielding plate of the present in- 
vention may be in the fomn of film, sheet or plate, and 
its size (area) may be adequately set according to size 
of the object for which it is used, e.g., size of display 
screen for a front plate for POP. Thickness of the trans- 
parent substrate is not limited, but normally in a range 
from 0.1 to 10mm in the case of front plate, viewed from 
the relationship between rigidity and weight of the front 
plate, preferably 1 to 5mm. 

[0035] The material for the transparent substrate is 
nomnally glass or synthetic resin, although not limited 
thereto. The synthetic resins useful for the transparent 
substrate include acrylic resin, polycarbonate, polysty- 
rene and methyl methacrylate/styrene copolymer. Of 
these, acrylic resin is more preferable, because it can 
be easily fomned to have a desirable size. The glass is 
preferably a reinforced one treated thermally or chemi- 
cally, for resistance to impact. 

2. Eiectroconductive member 

[0036] The eiectroconductive member for the trans- 
parent, electromagnetic wave shielding plale of the 
present invention works as the meniber for shielding 
electromagnetic waves, and the material therefor is not 
limited so long as It has an electromagnetic wave shield- 
ing function. The examples of the eiectroconductive 
member include an eiectroconductive mesh, eiectro- 
conductive filnn and transparent substrate whose sur- 
face is made eiectroconductive. 
[0037] . It is preferable to use an eiectroconductive fib- 
er mesh as one type of eiectroconductive meshes for 
the present invention, because it is light, durable and 
flexible. The method of producing such an electrocon- 
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ductive fiber mesh is not itself imporTant, and any one 
may be used regardless how it is produced. 
[0038] Of the eiectroconductive fiber meshes, those 
suitable for the eiectroconductive memoer include a 
5 synthetic fiber fabric, e.g., of polyester, surface-treated 
with a resin and then electrolessly plated with 1 5 to 30% 
by weight of an eiectroconductive metal, e.g., nickel or 
copper and nickel, to be eiectroconductive. and a syn- 
thetic fiber mesh, e.g., of polyester electrolessly plated 
10 with an eiectroconductive metal, e.g.; copper, silver or 
nk:kel to be eiectroconductive, and treated for blacken- 
ing, for their durability and flexibility. 
[0039] Fiber size for the eiectroconductive mesh is 
normally 10 to 60u.m, and suitable mesh size is 40 to 

'5 200 meshes, determined by a Tyler standard screen. 
[0040] The other types of eiectroconductive meshes 
useful for the present invention include a foil of eiectro- 
conductive metal net, e.g., copper silver or aluminum, 
produced by plaslicizing treatment, e.g., rolling, lo have 

20 a given thickness and then provided with a number of 
holes by, e.g., punching, to have a lattice-like pattern. 
The lattice-like pattern is preferably 5 to SOum in line> 
width, 1 to 100|im in thickness, and 150 to SOOum In 
pitch between the lines, for electromagnetic wave 

25 shielding function and transparency. 

[0041 ] The eiectroconductive film or transparent sub- 
strate, surface treated to be eiectroconductive may be 
produced by various methods for the present invention; 
e.g., printing a lattice-like pattem with an elect roconduc- 

30 trve ink on a triansparent film or substrate, or forming a 
lattice-like pattern by, e.g., etching, on a thin metallic film 
of copper, silver, aluminum or the like formed on a trans- 
parent film or substrate. 

[0042] It may be also produced by forming a transpar- 
35 ent eiectroconductive layer on a transparent film or sub- 
strate. The methods forfomning such a layer include the 
vacuum deposition or sputtering to form at least one 
transparent, eiectroconductive layer of metal and/or 
metal oxide, and deposition of a resin dispersed with 
40 fine, eiectroconductive particles of metal and/or metal 
oxide. 

[0043] The metals useful for the above purpose in- 
clude gold, silver, platinum, palladium, copper, titanium, 
chromium, molybdenum, nickel and zirconium, of which 

45 silver is especially preferable for the Jayer of higher elec- 
troconductlvity it can give, and Its functions of reflecting 
and shielding waves in the wavelength region of near- 
infrared ray, when the transparent, electromagnetic 
wave shielding plate of the present invention is used for 

-50 a front plate for PO R When the metallic layer is provided 
as the eiectroconductive layer, it is preferably combined 
with a dielectric layer to form a multi-layer film to prevent 
reflection by the metallic layer. The examples of the di- 
electric layer include those of various metal oxides, ni- 

55 trides and sulfides, 

[0044] The examples of the . metal oxides include sili- 
con oxide, titanium oxide, tantalum oxide, tin oxide, in- 
dium oxide, zirconium oxide and zinc oxide, and a com- 
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pound oxide of indium and tin oxide. 
[0045] The metals and metal oxides may be used ei- 
ther individually or in combination. 

3. Transparent film 

[0046] The transparent film for the transparent, elec- 
tromagnetic wave shielding plate of the present inven- 
tion, whether it is colored or not is not limited, so long 
as It is of a transparent synthetic resin. The synthetic 
resins useful for the transparent film include polyester, 
acrylic, polycarbonate, polystyrene, polyamide. polyvi- 
nyl chloride, ABS, polyethylene, polypropylene, triacetyl 
cellulose, cellulose acetate butyrate and cellulose pro- 
pionate resin. Thickness of the transparent film is not 
limited, but normally in a range of around 50 to 1 0OOixm. 
[0047] The transparent film for the front plate for 
POP'S is particularly preferably of the grade for optical 
devices, and should have at least one of the functions 
selected from near-infiared ray shielding, anti-reflec- 
tion, anti-glare and color-correction. 
[0048] The optical film having these functions may be 
composed of one film having two or more functions or 
two or more films each having one function, A transpar- 
ent substrate may be coated with these transparent 
films on both sides. Number of the films is not limited. 
The functions should be adequately selectee, depend- 
ing on purposes of the transparent, electromagnetic 
wave shielding plate. 

[0049] The transparent film having a near-infrared ray 
shielding function may be a thin film of near-infrared ray 
shielding substance (e.g.. silver), near-infrared ray 
shielding colorant or near-infrared ray absorbing sub- 
stance (e.g., metal oxides) formed on a transparent 
base film by, e.g., deposition; film of transparent resin 
dispersed with the near-infrared ray shielding colorant 
or metal oxide by, e.g., kneading; or near-infrared ray 
absorbing resin layer, fomied by coating a transparent 
base film by, e.g., casting, with a solution of the near- 
infrared ray absorbing colorant or metal oxide unifomrtly 
mixed with and dispersed in a resin dissolved in a sol- 
vent, and then removing the solvent. The film type is not 
limited, so long as it exhibits a near-Infrared ray shield- 
ing function. 

[0050] The near-infrared ray absorbing colorants use- 
ful for the present invention Include phthalocyanine-, 
naphlhalocyanine-, diimmonium-based colorants and 
dithlol-based metal complex, azo compound, and 
polymethine-and anthraquinone-based colorants. 
[0051] The metal oxides useful for the present inven- 
tion include tin-doped indium oxide (ITO) and antimony- 
doped tin oxide (ATO). 

[0052J It is preferable that the transparent electro- 
magnetic wave shielding plate, which includes the trans- 
parent film provided with a near-infrared ray shielding 
function, has the transparent substrate having a total ray 
transmittance of 45% or more for the light in the visible 
region,. and light transmittance of 30% or less for the 



light having a wavelength in a range from 800 to 

HOOnm. The optical film having the above properties 
can sufficiently secure visibility of the transparent elec- 
tromagnetic wave shielding plate while securely pre- 
5 venting malfunction of remote controllers. The light in 
the visible region has a wavelength in a range from 450 
to 650nm. 

[0053] The method for providing an anti-reflection 
and/or anti-glare function is not limited, and a known 
10 method can be used. The areas to be provided with 
these functions are not limited, but they are preferably 
provided on the surface of the base film of, e.g. , polyes- 
ter or triacetyl cellulose, where they can be exhibited 
more efficiently (the film provided with an anti-reflection 
75 function may be- referred to as anti-reflection (AR) film, 
and the one with anti-glare function as ami-glare (AG) 
film). 

[0054] One of the methods for providing the surface 
of the base film of, e.g., polyester or triacetyl cellulose. 
20 with the laminated layers of the near-infrared shielding 
and anti-reflection and/or anti-glare functions is to coat 
the base film with the near-infrared shielding layer on 
one side and anti-reflection and/or anti-glare layer on 
the other side, to fonm the laminate. 
35 [0055] • The anti-reflection function can be provided by. 
e.g., laminating the layer of low- refractive substance (e. 
g., magnesium fluoride or silicon oxide), or multi-layered 
anti-reflection layer in which the layer of low-refractive 
substance is combined with a layer of high -refractive 
30 substance (e.g., titanium, tantalum, tin. indium, zirconi- 
um or zinc oxide). The particularly preferable multi-lay- 
ered anti-reflection layer comprises layers of indium ox- 
ide/tin oxide (ITO) and silicon oxide, or at least 2 layers 
of silicon oxide and titanium oxide, because the fonner 
35 gives a better anti-reflection effect and is excellent in 
surface hardness and adhesion, whereas the latter is 
excellent in transparency, low In production cost, and 
also excellent in surface hardness and adhesion. 
[0056] The method for providing an anti-glare function 
is not limited. For example, the function can be provided 
by laminating a layer of high-molecular-weight sub- 
stance dispersed with fine particles to fonm fine irregu- 
larities on the surface. 

[0057] For the high-molecular-weight layer a resin of 
•^5 multi-functional monomer, and silicon-, melamine- and 
epoxy-based crosslinked resins, set by heat or ultravio- 
let ray, are cited as the preferable materials, although 
not limited thereto. 

[0058] The fine particles are incorporated to form ir- 
so regularities on the surface and thereby to reduce its 
glare. They are preferably of an inorganic compound. 
The fine particles arc normally 0.002 to 20jim in size, 
and are incorporated preferably at 1 to 15 parts by 
weight per 1 00 parts by weight of the polymerizable 
55 compound incorporated. 

[0059] The inorganic materials useful for the present 
invention are not limited, but suitable ones include inor- 
ganic oxides, e.g., silicon dioxide, aluminum oxide. 
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magnesium oxide, tin oxide, silicon nr^onoxide, 7irconi- 
um oxide and titanium oxide, of which finely powdered 
silica with silicon dioxide as the main ingredient is par- 
ticularly suitable, because of its low cost and availability 
of narrow particle size distribution. The commercially 
available particles of silica include Syloid 72 (Fuji-Dav- 
ison Chemicai), Syloid 244 (Fuji-Davison Chemical). Mi- 
zukasil (MIZUSAWA INDUSTRIAL CHEMICALS).and 
Aerosil TT600 (Degussa), The fine silica particles may 
be of agglomerated colloidal silica. The commercially 
available colloidal silica products include Ludox AM (Du- 
pont Specialty Chemicals), Kieselsol A200 (Bayer AG), 
and SNOWTEX-C (Nissan Chemical Industries). 
[0060] The method for providing a color-correcting 
function is not limited. For example, the function can be 
provided by dispersing a colorant in the base film of, e. 
g., polyethylene terephthalate (PET) or polycarbonate 
film; coating or laminating the base film of, e.g., polyeth- 
ylene terephthalate (PET), with a colorant uniformly dis- 
persed beforehand in a solution of polymer e.g., poly- 
ester or polycarbonate resin; or adding a color-correct- 
ing dye or pigment to the tackfier layer. 
[0061] The transparent film for the transparent elec- 
tromagnetic wave shielding front plate of the present in- 
vention for plasma display panels (POP's) has at least 
one of the functions selected from the group consisting 
of near-infrared ray shielding, anti-reflection, anti-glare 
and color-correcting functions. The preferred embodi- 
ments of the present invention include an assembly of 
2 transparent films, one being of, e.g., polyester or 
triacetyl cellulose, as the optical film coated with an anti- 
reflection film provided with an anti-reflection function 
and the other being a transparent- film coaled with a 
near-infrared ray shielding film provided with a near-in- 
frared ray shielding function. These desired functions al- 
low the front plate to cut off the near-infrared ray which 
may interfere with remote controllers, and to be low-re- 
flective to prevent reflection of light coming from the out- 
side. 

4. Adhesive layer 

[0062] The method of forming an electrode section on 
the Inner surface of the transparent, electromagnetic 
wave shielding plate, composed of a transparent sub- 
strate coated, at least on one side, with an electrocon- 
duclive member and transparent film in this order, Is 
mainly characterized by laminating these components 
by hot pressing into a monolithic structure via an adhe- 
sive layer of heat-bond film between the transparent 
substrate and electroconductive member, after cutting 
off the perimeter or part of the heat-bond film con-e- 
spending to the electrode section and replacing the cut- 
off portion by a frame member. This laminates all of the 
components except the electrode section into the mon- 
olithic structure, allowing to later remove the frame 
member and transparent film con^spondlng to the elec- 
trode section and expose the electroconductive section 



of the electroconductive member to the surface layer 
[0063] The heat-bond film useful for the present in- 
vention Is of an adhesive agent fomned Into a film so that 
it can be handled while it is dry. it is disposed between 
5 the component member layers, molten and adhering it- 
self to the members under heating and pressure, and 
cooled and solidified to complete bonding these mem- 
bers to each other The heat-bond film for the present 
invention is not limited, and a known one can be used. 
'0 [0064] When the electroconductive member is in the 
form of mesh or the like having voids through which the 
adhesive can pass, use of a heat-bond film may elimi- 
nate the adhesive layer on one side arbitrarily chosen. 
In this case, the heat-bond film passes through the 
^5 member when molten under heating, to fomi the adhe- 
sive layer on that side. 

[0065] The typical heat-bond films include those of 
elhylene/vinyt acetate (EVA) copolymer-, polyamlde-, 
polyurelhane-, polyester-, olefin- and acrylic-based res- 

^0 ins, of which EVA-, polyamide-, polyurethane-and acryl- 
ic-based ones are more preferable for their high trans- 
parency. The EVA-based heat-bond film is still more 
preferable, for its high transparency and availability of 
diversified types, and being adhesive to a variety of op- 

25 tical films and suffering less temporal changes and ag- 
ing. 

[0066] These heat-bond films are nonnally of thermo- 
plastic resins, which can be formed into films by an ad- 
equate means, e.g., extruder for plastics. 
30 [0067] The heat-bond film for the present invention is 
preferably 30 to SOOum thick, more preferably 50 to 
250.u.m thick. This is for handling of the frame member 
and adhesive strength, because the component mem- 
bers are laminated afterthe perimeteror part of the heat- 

35 bond film corresponding to the electrode section is cut 
off and the cut-off portion is replaced by the frame mem- 
ber almost as thick as the heat-bond film. 
[0068] One of the preferred embodiments of the 
present invention uses the heat-bond film fonmed into a 
film. However, it may be used in combination with tack- 
ifier layer or another type of heat-sensitive adhesive, 
within limits not hanmful to the function and effect of the 
present invention. For example, a tackifier layer formed 
on the Inner side of the transparent film can preset the 

^5 heat-bond film and frame member to that side of the 
transparent film, to improve positioning accuracy of the 
members and simplifying the lamination works. In the 
case of production of a front plate for PDP's, which in- 
cludes a number of laminated members, the tackifier 

50 layer fomned on a relevant member can preset the heat- 
bond film, possibly reducing number of laminated layers 
during the lamination step, improving positioning accu- 
racy of the members at the same time, and hence im- 
proving lamination efficiency. 

55 [0069] The tackifier, when used» may be a known, 
pressure-sensitive one, nomnally semi-solid (highly vis- 
cous) liquid, adhesive at normal temperature, and fast 
adhered to an object under pressure. It is preferably the 
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one normally used for optical purposes, such as bonding 
of an optical, transparent film to a transparent substrate 
of glass, acrylic plate or the like. However It is not lim- 
ited, so long as it is excellent in properties, e.g., resist- 
ance to weather and transparency. 
[0070] The tackifiers useful for the present invention 
include acrylic-, polyester-, silicon- and rubber-based 
ones, of which an acrylic -based one is more preferable 
for its high resistance to weather and transparency 
[0071 ] The tackifier Is a semi-solid (highly viscous) liq- 
uid, adequately adhesive at normal temperature under 
pressure, and can increase in adhesion strength when 
heated. 

[0072] The common method for forming the tackifier 
layer is to spread a tackifier normally after being diluted 
with a solyent or emulsified to decrease its viscosity, 
over an object, and then drying the layer by evaporating 
the solvent, water or the like. 

[0073] The lackifier layer for the present invention is 
preferably formed on the inner side (adhesive surface) 
of the transparent film, viewed from processabillty; be- 
cause it can be. handled continuously and efficiently. 
However, it niay be formed on the heat-bond film or 
frame member and can preset the member in cither 
case. 

[0074] Thickness of the tackifier layer is not limited, 
but it is serviceable when it Is 5 to 1 0Oom thick, causing 
no damage on surface smoothness of the transparent, 
electromagnetic wave shielding plate or good adhesion/ 
fabricability It may have an insufficient adhesion 
strength when It is thinner and deteriorated transparen- 
cy or surface smoothness as a result of possible defor- 
mation when it Is thicker The tackifier layer is preferably 
10 to SOiim thick, because of improved relationship with 
the heat-bond film and surface smoothness, and still en- 
hanced adhesion/fabricabllity. 

5. Method of fomning an electrode section for the 
transparent, electromagnetic wave shielding plate 

[0075] The method of the present Invention for form- 
ing an electrode section on the inner surface of the 
transparent, electromagnetic wave shielding plate, 
composed of a transparent substrate coated, at least on 
one side, with an electroconductlve member and trans- 
parent film In this order, is mainly characterized by (a) 
laminating the components of the plate by hot pressing 
via the heat-bond film into the monolithic structure, after 
replacing the perimeter or part of the heat-bond film cor- 
responding to the electrode section by a frame member 
almost as thick as the heat-bond film, (b) removing the 
frame member and part of the outer transparent film, 
both corresponding to the electrode section, or only the 
outer transparent film for the part corresponding to the 
electrode section, and (c) exposing the electroconduc- 
tlve section of the electroconductive member to the sur- 
face layer section by the above steps (a) and (b). 
[0076] The frame member should have an adequate 



shape and dimensions for filling the cut-off portion of the 
heat-bond film. It should be almost as wide as the elec- 
trode section, when it is formed. More concretely, it is 
about 30 to SOOiim thick. 1 to 30mm wide, and having 
5 an aimost square or elliptic cross-section and length cor- 
responding to the cut-off portion of the heat-bond film 
for the electrode section. 

[0077] The frame member is not limited for its material 
and shape, and may be made of any material or take 
10 any shape, so long as it can stop movement of the mol- 
ten adhesive agent for the heat-bond film during the hot 
pressing step. For example, It may be made of a syn- 
thetic resin, e.g., polyester, polyethylene, polypropylene 
or rubber or foam thereof, fabric of fibers, nonwoven fab- 
'5 ric, paper, or metal. The other examples include the 
composites containing one or more of the above mate- 
rials or those treated to be electroconductive. In short, 
the frame member is not limited for its material and 
shape, so long as it can slop movement of the molten 

20 adhesive agent and its material and shape may be se- 
lected adequately for specific purposes. 
[0078] The electroconductive section of the electro- 
conductive member immediately below the transparent 
film can be easily exposed to the surface layer section 

25 by removing the frame member and part of the outer 
transparent film, both corresponding to the electrode 
section, or only the outer transparent film for the part 
con-esponding to the electrode section as the case may 
be, to form the transparent, electromagnetic wave 

30 shielding plate with the electrode section fomaed on the 
inner surface. The transparent film as the outer layer 
and frame member can be easily removed, after the 
multi-layered plate is fonned, by cutting off the film from 
the front side by a knife or providing the film with a knife 

35 cut of an adequate depth for the film thickness before 
the lamination step. 

[0079] The frame member, when it is electroconduc- 
tive, e.g., when it is made of a material similar to that for 
the electroconductive member, can be left to woric as 
40 the gasket. This helps form the electrode section more 
securely. 

[0080] The electroconductive section of the electro- 
conductive member can be easily grounded by setting 
an electroconducth/e outer frame, having dimensions 
^5 matching those of the external form, on the exposed in- 
ner surface. 

[0081 ] The transparent, eleclromagnelic wave shield- 
ing plate with the electrode section on its inner surface, 
e.g., when used as a front plate for PDP's, can be more 

50 securely grounded by disposing an electroconductive 
gasket on the section left by the frame member, when it 
is mounted on the PDPs main body. The electroconduc- 
tive gasket may have an almost circular (e.g., circular 
or elliptic) or angular cross-section. 

55 [0082] The transparent, electromagnetic wave shield- ' 
ing plate as a front plate for PDP's can be fonmed by one 
hot-pressing step, even when it is of a multi-layered 
* structure, and hence at high productivity, reduced cost 
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and economically. 

[0083] The transparent, electronnagnetjc wave shield- 
ing plate of the present invention comprises a transpar- 
ent substrate coated, at least on one side, with an elec- 
troconductive member and transparent film, which are 
laminated via the heat-bond film into the monolithic 
structure while providing the electrode section on the in- 
ner surface. The electrode sections may be provided on 
both sides of the transparent substrate. 

PREFERRED EMBODIMENTS 

[0084] The present invention is described more con- 
cretely by EXAMPLES with reference to the drawings, 
which by no means limit the present invention. 



EXAMPLE 1 

Outline of the front plate for PDP's and method of 
producing the same (Figures 1 and 2). 

[0085] Figure 1 outlines the front plate of the present 
invention for plasma display panels (PDP's) and its 
cross-sectional view/ and Figure 2 presents the more 
detailed cross-sectional view of the one embodiment of 
the front plate of the present Invention. 
[0086] Refemng to Figure 1 , the front plate (1 ) of the 
present invention, disposed on the front face of the plas- 
ma display panel (2), comprised the transparent film (4). 
transparent substrate (5). and electroconductive mem- 
ber (6) which were bonded to each other by hot pressing 
via the adhesive layer (7) to form a monolithic structure, 
and provided with the electrode section (3) along the In- 
ner perimeter, totally or partly. The electrode section (3) 
comes into contact with the front face of the electrode 
section (3*) on the main body side, provided along the 
perimeter of the front face of the PDP's main body, to 
shield the electromagnetic waves radiated from the front 
face of the PDP (2) and release them into the earth. 
[0087] Next, Rgure 2 shows a cross -sectional view of 
the front plate, explaining in more detail the front plate 
of EXAMPLE 1 as one of the preferred embodiments of 
the present invention. It comprised the anti- reflect! on 
(AR) film (8) as the ouiennosi transparent film (4). and 
tackifier layer (9), heat-bond film (11) whose perirneter 
was cut off for the electrode section, frame member (1 0) 
filling the cul-off perimeter, electroconductive fiber mesh 
(12) as the electroconductive member (6) and glass 
plate (5) as the transparent substrate (5) placed on the 
inner side of the anti-reflection (AR) film (8), In this order. 
The transparent substrate (5) was coated, on the other 
side, with the heat-bond film (11), ncar-infrarcd ray 
(NIR) absorbing film (13) having the tackifier layer (9) 
coming intocontact with the heat-bond film (11). another 
heat-bond film (11) and another anti-reflection (AR) film 

(8) as the outermost layer having another tackifier layer 

(9) coming into contact with the heat-bond film (11), in 
this order The multi-layered assembly was placed be- 



tween min-or-finished plates, treated fordegassing, and 
hot-pressed at 100«C and 10kg/cm2 for 60 minutes, to 
fonn the monolithic structure. 

[0088] Then, the frame member (10) corresponding 
5 to the electrode section, and part of the AR film (8) as 
the transparent film and tackifier layer (9) adjacent to 
the frame member (1 0} were removed, to partly expose 
the surface layer of the electroconductive fiber mesh 
(12). 

10 [0089] Next, the component members are described. 
[0090] The anti-reflection (AR) film (8) (1 OO.Ltm thick) 
coated with the acrylic-based, pressure-sensitive tacki- 
fier layer (9) (25um thick) was a commercial AR film pro- 
vided with a tackifier (NOF CORPORATION. 2201UV). 
'5 [0091] TheframememberwasofPETfilm.havingthe 
same thickness and shape as the heat-bond film (11). 
[0092] Tne heat-bond film (11) was an EVA-based 
heat-bond film (Nippon Matai, ELFAN PH-501) (thick- 
ness: lOOitm and melting point: 83*C). 
20 [0093] The electroconductive fiber mesh (1 2) as the 
electroconductive member was of MT3-135sss (Nisshin 
Boseki), 135 by 135 meshes as mesh size and 32iim in 
fiber diameter. 

[0094J The glass plate (5) was of HS-LEX of doubled 
25 strength (CENTRAL GLASS), 3mm thick and- 1 000 by 
600mm in area. 

[0095] The near-infrared ray (NIR) absorbing film (13) 
comprised a PET film as the base film (Toyobo, A4300, 
lOOum thick) coated with a near-infrared ray absorbing 

30 layer of polycart^onate resin (Teijin Chemical. L-1 250Z) 
dispersed with near-infrared ray absorbing colorants of 
IRG-022 (NIPPON EAYAKU). NKX-1199 (Hayashibara 
Seibutu Kagaku Kenkyujo) and MIR-ioi (Midori Ka- 
gaku), and color-con-ecting colorants of kaya-sorb violet 

35 AR (NIPPON KAYAKU) and kaya-sorb blue N (NIPPON 
KAYAKU). The film was further coated with an acrylic- 
based, pressure-sensitive tackifier layer (9) (25am 
thick). ' 

40 EXAMPLE 2 

[0096] Rgure 3 is a cross-sectional view of the front 
plate prepared in EXAMPLE 2, whch explains another 
preferred embodiment of the present invention. 

45 [0097] The front plate comprised the AR film (8) as 
the outemiost transparent film (4), and heat-bond film ■ 
(11) whose perimeter was cut off for the electrode sec- 
tion. frame member (10) filling the cut-off perimeter, 
electroconductive film (14) as the electroconducth/e 

50 member (6), heat-bond film (11) and acrylic plate (5) as 
the transparent substrate (5) placed on the inner side of 
the AR film (8), in this order. The acrylic plate (5) was 
coated, on the other skJe. with the heat-bond film (11), 
near-infrared ray absorbing film (13) having the tackifier 

55 layer (9) coming into contact with the heat-bond film 
(11). another heat-bond film (11 ) and another AR film (8) 
as the outemiost layer The multi-layered assembly was 
placed between min^or-finished plates, treated for de- 
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gassing, and hot-pressed at 1 0O^C and 1 0kg/cm^ for 60 
minutes, to forni the monolithic structure. 
[0098] Then, the frame member (10) corresponding 
10 the electrode section, and part of the AR film (8) as 
the outer transparent. film were removed, to partly ex- 
pose the surface layer of the eiectroconductive film (14). 
[0099] The eiectroconductive film (14) as the electro- 
conductive member comprised a PET film coated with 
a copper layer by electroless plating, wherein the copper 
layer was chemically etched into the metal mesh film 
ard l-'catcd for blackening (line width: 10um, line pitch: 
260^-71 and thickness: 5um). The other materials were 
iho snmc as those used in EXAMPLE 1. 



bXAfi/IP.b 3 

[0100] Ftgure 4 is a cross-sectional view of the front 
■plaic prepared in EXAMPLE 3. which explains still an- 
otnc! pfofc-'rcd embodiment of the present invention. 
[0101] The front plate comprised the AR film (8) as 
the ouicrmosl transparent film (4), and heat-bond film 
(11 ) whose perimeter was cut off for the electrode sec- 
tion frrimc member (10) filling the cut-off perimeter 
iransD.-ucni eiectroconductive layer (15) as the electro- 
ccnd jciivo member (6) and glass plate (5) as the trans- 
Prtroni subsirato iS) placed on the inner side of the AR 
film (8) .n this orcor. The glass plate (5) was coated, on 
the ojhor side with the heat-bond film (11) and AR film 
(8) as the outermost layer. The multi-layered assembly 
was placcc between minror-finished plates, treated for 
degassing, and hot-pressed at 10b*»C and 1 0kg/cm^ for 
60 mmuics. to fonm the monolithic structure. 
[0102] Then, iho frame member (10) conresponding 
to the olcctrooc section, and part of the AR film (8) as 
the outer transparent film were removed, to partly ex- 
pose the surface layer of the transparent eiectroconduc- 
tive layer (i 5). 

[0103] The glass plate (5) was coated with the trans- 
parent eiectroconductive layer (15), comprising five lay- 
ers of thin zinc oxide and silver films (2nO-Ag-ZnO-Ag- 
ZnO) laminated by sputtering in this order. The other 
materials were the same as those used in EXAMPLE 1 . 
[0104] Figure 6 explains how the electromagnetic 
wave shielding front plate for POP's is securely ground- 
ed when it is mounted on the main body of POP wherein 
a gasket was set on each of the front plates prepared in 
EXAMPLES 1 lo3. 

[0105] The eiectroconductive gasket (17) was set at 
the transparent film (4). laminated on the eiectroconduc- 
tive member (6). and on the exposed portion left by the 
cut-off frame member (10). i.e., at the electrode section 
(3). 

EXAMPLE 4 

[0106] Figure 5 is a cross-sectional view of the front 
plate prepared in EXAMPLE 4. which explains still an- 
other preferred embodiment of the present invention. 



[0107] The front plate comprised the AR film (8) as 
the outennost transparent film (4), and heat-bond film 
(11) whose perimeter was cut off for the electrode sec- 
tion, frame member (1 6) filling the cut-off perimeter. 
5 eiectroconductive fiber mesh (1 2) as the eiectroconduc- 
tive member (6) and glass plate (5) as the transparent 
substrate (5) placed on the inner side of the AR film (8), 
in this order The glass plate (5) was coated, on the other 
side, with the heat-bond film (11), near-infrared ray ab- 
10 sorbingfilm (13) having the tackifier layer (9) coming into 
contact with the heat-bond film (1 1 ), another heat-bond 
film (11) and another AR film (8) as the outennost layer, 
in this order. The multi -layered assembly was placed be- 
tween mirror-finished plates, treated for degassing, and 
'5 hot-pressed at'lOO^C and lOkg/cm^ for 60 minutes, to 
form the monolithic structure. 

[0108] Then, pan of the AR film (8) as the outer trans- 
parent film corresponding to the electrode section was 
cut off, to expose the eiectroconductive frame member 

20 (1 6). In this example, the AR film (8) was the only com- 
ponent to be cut off. and the eiectroconductive frame 
member (16) served as the electrode section. 
[0109] An eiectroconductive gasket (Seiwa Denki, 
shielded gasket EO2S100035A) was used for the clcc- 

25 troconductive frame member ( 1 6) . It had an almost rec- 
tangular cross-section, with expanded urethane resin as 
the core covered by an eiectroconductive mesh. It was 
coated with an eiectroconductive tackifier oathe surface 
which came in contact with the eiectroconductive mem- 

30 ber (6). to prevent its exfoliation from the assembled 
front plate. The other materials were the same as those 
used in EXAMPLE 1. 

[0110] Each of the front plates forplasma display pan- 
els (POP'S) prepared in EXAMPLES is used in the form 
35 shown in Figure 7 or 8, to exhibit the sufficient electro- 
magnetic wave shielding and other functions required 
for the front panel. 

[0111] The transparent, electromagnetic wave shield- 
ing plate of the present invention comprises a transpar- 

-^0 ent substrate coated, at least on one side, with an eiec- 
troconductive member and transparent film, which are 
laminated by hot pressing via a heat-bond film into the 
monolithic structure while providing the electrode sec-, 
tion on the inner surface. The member type on the other 

^5 side of the transparent substrate is not limited. In other 
words, any or no member may be disposed on that side, 
[0112] Moreover the other side of the transparent 
substrate may be coated with a member other than that 
for any EXAMPLE, e.g., a transparent film hot-pressed 

50 into a monolithic structure with the substrate not aided 
by a heat-bond film but only by the tackifier layer pro- 
vided on the transparent film. Still more, the hot- 
pressed, multi-layered plate of the present invention 
may be further coated with any member by a separate 

55 step with the aid of an adequate adhesive agent. 
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[0113] The transparent electromagnetic wave shield- 
ing plate produced by the method of the present inven- 
tion, which has the elecrroconductive member whose 
electroconductive section \s exposed to the inner sur- 
face, can be easily grounded by setting an electrocon- 
ductive outer frame, having dimensions matching those 
of the external form, on the exposed inner surface. 
[0114] Therefore, the transparent electromagnetic 
wave shielding plate of the present invention can find a 
variety of purposes, e.g.. front plate for plasma display 
panels (PDP's), medical devices, car navigation devic- 
es, front plate for pin ball machine holders, and building 
window frames. 

[01 1 5] The transparent, electromagnetic wave shield- 
ing piare, e.g., when used as a front plate for PDP's, can 
be more securely grounded by disposing an electrocon- 
ductive gaskel having an almost circular cross-section 
on the section left by the frame member, when it is 
mounted on the PDP's main body. 
[01 1 6} The transparent electromagnetic wave shield- 
ing plate as a front plate for PDP's can be formed by one 
hot-pressing step, even when it is of a multi-layered 
structure, and hence at high productivity, reduced cost 
and economically. The component members are fast ad- 
hered, to each other especially the transparent film to 
the transparent substrate or electroconductive member, 
to fonm the monolithic structure of sufficient adhesion 
durability, even at a relatively low hot pressing temper- 
ature. 



10 



2. The method of forming an electrode section on the 
inner surface of the transparent, electromagnetic 
wave shielding plate according to Claim 1 . wherein 
said transparent film is' coated with a tackifier layer 
on the inner surface. 

3. The method of fomning an electrode section on the 
inner surface of the transparent, electromagnetic 
wave shielding plate according to Claim 1 or 2. 
wherein said electroconductive member Is an elec- 
troconductive mesh. 



4. 
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6. 
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Claims 

1 . A method of fomiing an electrode section on the in- 
ner surface of a transparent, electromagnetic wave 
shielding plate, composed of a transparent sub- 
strate coated, at least on one side, with an electro- 
conductive member and transparent film in this or- 
der, which are laminated into a monolithic stmcture 
via a heat-bond film, comprising: 

(a) laminating the components of said transpar- 
ent, electromagnetic wave shielding plate by 
hot pressing into the monolithic structure, after 
replacing the perimeter or pan of said heal- 
bond film corresponding to the electrode sec- 

. tion by a frame member almost as thick as the 
- - heat-bond film, _ . , 

(b) removing said frame member and part of 
said outer transparent film, both con-csponding 
to said electrode section, or only said outer 
transparent film for the part conresponding to 
said electrode section, and 

(c) exposing the electroconductive section of 
said electroconductive menrtber to the surface 
layer section by the above steps (a) and (b). 
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The method of forming an electrode section on the 
inner surface of the transparent, electromagnetic 
wave shielding plate according to Claim 1 or 2. 
wherein said electroconductive member is an elec- 
troconductive film. 

The method of forming an electrode section on the 
inner surface of the transparent, electromagnetic 
wave shielding plate according to Claim 1 or 2. 
wherein said electroconductive member Is- a trans- 
parent substrate surface-treated to be electrocon- 
ductive. 

A transparent, electromagnetic wave shielding 
plate which has the electrode section formed by the. 
method of one of Claims 1 to 5. 



7. The transparent, electromagnetic wave shielding 
plate of Claim 6, wherein an electroconductive gas- 
ket having an almost circular or angular cross-sec- 
tion is set on said electrode section. 



The transparent, electromagnetic wave shielding 
plate of Claim S or 7, wherein said frame member 
is electroconductive. 

An electromagnetic wave shielding front plate for 
plasma display panels which uses the transparent, 
electromagnetb wave shielding plate of one of 
Claims 6 to 8. 
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ABSTRACT : PROBLEM TO BE SOLVED: To enable realization of a good electromagnetic wave 

shielding capability and a high field angle, by fomiing an antireflection coating made of a 
multilayered film of a high-refractive index transparent film and a low-refractive index 
transparent film on the surface of a transparent substrate located on the side opposite to 
the side of an electromagnetic wave source. 

SOLUTION: Two transparent substrates 2A and 2B are bonded and integrated by an 
adhesive resin 4 with a conductive mesh 3 provided between these substrates. On the 
surface of the transparent substrate 2A located on the side opposite to the side of an 
electromagnetic wave source, that is, on the surface which becon^es the surface side of 
an equipment in the case where a window material 1 is used as a front filter of a PDP, an 
antireflection coating 5 made of a multilayered film of a high-refractive index transparent 
film 5A and a low-refractive index transparent film 58 is formed. This antireflection coating 
5 is constituted by alternately stacking two layers of high-refractive Index transparent films 
5A and two layers of low-refractive index transparent films 58, that is, four layers in total, 
for example in the order of the film 5A and the film 58. Thus, good electromagnetic wave 
shielding property and light transmissiveness are provided, and the contents of a screen 
can be sufficiently visually confirmed even with respect to a lateral incident light. 
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ABSTRACT : PROBLEM TO BE SOLVED: To provide a four cycle internal combustion engine, capable 
of supplying the oil mist with a proper concentration into a crank chamber and valve gear 
chamber respectively. 

SOLUTION: An inside of the crank chamber is lubricated with the oil mist generated in an 
oil reservoir, storing a lubricating oil at a lower part of the crank chamber and the valve 
gear chamber is lubricated via the oil passage connecting the oil reservoir and the valve 
gear chamber. The oil mist passage comprises non-separated passage part formed at a 
crankshaft having an end communicating with the oil reservoir and the other end opening 
outwardly In the radial direction of the crankshaft, a centrifugal chamber with an annular 
shape sunrounding the after separation crankshaft part at the other end, and the mist 
passage part expanding from the centrifugal chamber toward the opposite direction of the 
rotational direction of the crankshaft. An oil-returning passage, communicating.the 
centrifugal chamber and the oil reservoir, expands in the same direction as the rotational 
direction of the crankshaft from the centrifugal chamber. 
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PROBLEM TO BE SOLVED: To enable manufacturing a sandwich structure at a low cost, 
by a method wherein a release substratum is stuck to a metai foil by using thermally fluidic 
adhesive agent having thickness equal to or greater than that of the metal foil and 
transparency, and after a shield pattern is formed on the metal foil, a bonded sheet is 
sandwiched between transparent members and thermocompre$sion-tX)nded. 

SOLUTION: For a release substratum 1 . the surface is release-treated with polyethylene, 
polypropylene, etc. Alloy in which one or two or more kinds of metals such as copper, 
aluminum and nickel are combined is used as material of a metal foil. For thermally fluidic 
adhesive agent, an adhesive sheet with shieW material which has a specific shield pattern 
3 is sandwiched by transparent members composed of plastics, glass, etc., and heated or 
pressed. An adhesive agent layer 2 is fluidized, and bonding is perfomied. The release 
substratum 1 is stuck to the metal foil via adhesive agent. Finally, the release substratum 
is peeled from the adhesive sheet with shield material, and the adhesive sheet is 
sandwiched between the two transparent members and thennally fixed by pressure. 
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